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Field of the Invention: 




The present Invention relates to a porous stack comprising metal mesh 
and/or expanded metal sheet or foil and/or a sheet of foamed metal, to 
S be used in fuel cells or electrolysers. 



Background of the invention. 

Fuel cells and electrolysers usually comprise a number of stacks, which 
10 are added In combination with a proton exchange membrane (REM), in 

order to obtain separated cells for the electrochemical reactions in either 
the fuel cell or electroiyser. Such stacks are generally known in the art. 
They usually have at least 3 layers, engaging each other closely. 

15 A first layer is a water- and gas-proof layer, hereafter referred to as 

"collector layer", and also referred to In the art as "bipolar plate". This 
collector layer avoids gas or water leakage from one cell to an other, and 
guides electrons (e') to or from the celL Therefor it is generally known to 
use a conductive plate, usually a graphite plate. 

20 

A second layer, engaging closely one side of the collector layer, is used 
to distribute the gasses, used or provided by the electrochemical 
reaction in the fuel cell or electroiyser at the proton exchange membrane 
(PEM), over the whole surface of the fuel cell or electroiyser. This layer 
25 is hereafter refenred to as "distribution layer". 



A third layer, engaging closely the other side of the collector layer, is a 
layer, used to provi^ the contact between diffusion layer and PEM. At 
this so-called contact layer or "electrode layer", the electrochemical 
30 reaction takes place, due to the presence of catalytic elements, either on 

the contact layer or the PEM itself. Gasses, being provided via the 
diffusion layer to this contact layer, are to be retained sufficiently to 
enable the electrochemical reaction to take place. 



The contact layer, and possibly also the diffusion layer, may be made 
hydrophobic (e.g. by impregnation or presence of hydrophobic elements 
such as Teflon®) or hydrophilic. 

Depending on the place of the stack in the fuel cell or the electrolyser, a 
electrochemical reaction takes place in which e-. protons (H+) and a gas 
are consumed or provided near a PEM. 

The H+ are provided or evacuated via the PEM to the electrochemical 
reaction. Therefor, the contact between contact layer and PEM is to be 
as perfect as possible, since the electrochemical reaction takes place at 
the-Gatalyt4GJayer-HwhiGWs-Glose4o4he-sur*ace-of4h 

The e- are provided or evacuated via the stack of collector layer, 
diffusion layer and contact layer. Therefor, all layers engaged are to be 
electro-conductive, and the resistance over the stack, and especially the 
contact resistance at the contacts of the several layers is to be as low as 
possible. 

The diffusion layer is to spread the gas flow as much as possible over 
the whole surface of the contact layer, in order to use the present 
catalytic elements as complete as possible, providing e- and H+ over the 
whole surface of the PEM. 

An example of a stack is described in WO0069003 and EP0141241. 

Further it is known that the mechanical connection of a sintered 
connection between a metal plate or foil and a metal mesh or expanded 
metal sheet or sheet of foamed metal, may be relatively weak. This 
weakness, resulting in a release between both materials, may lead to 
higher electrical contact resistance between both layers, since this 
resistance is determined by a strong and finn contact of both surfaces. 
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Summary of the Invention. 

The present invention has as an object to provide an improved stacl< for 
5 use in fuel cells or electrolysers, which comprises a metal foil or metal 

plate, a metal mesh and/or an expanded metal sheet, and which has an 
improved mechanical contact between those two elements, which 
improved mechanical contact also provide improved electrical properties. 

10 A stack as subject of the invention comprises at least two layers: 

- At least one gas- and liquid impemieable metal structure ( collector 
layer), such as a metal foil or metal plate; 

- At least one metal layer (diffusion layer), comprising a metal mesh 
and/or an expanded metal sheet and /or a sheet of foamed metal; 



15 
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According to the Invention, a layer comprising metal fibers is provided 
between the diffusion and collecting layer. This layer is hereafter 
refered to as "anchoring layer". The anchoring layer comprises metal 
fibers and is less than 0.5 mm thick. 

The anchoring layer preferably is more than 0.05mm thick. Preferably, 
the weight of the anchoring layer is less than 350 g/m*. but more than 
40g/m*, and the porosity of this anchoring layer is more than 60% but 
less than 98%. 



A stack as subject of the invention may comprise 

- a gas- and liquid impemneable metal stmcture ( collector layer), such 
as a metal foil or metal plate; 

- two metal layers (diffusion layers), comprising a metal mesh and/or 
30 an expanded metal sheet and /or a sheet of foamed metal; the first 

diffusion layer being present at one side of the collector layer. 



whereas the second diffusion layer being present at the other side of 
the collector layer. 

It is understood that according to the invention » an anchoring layer 
comprising metal fibers is present between the diffusion and collecting 
layers. The collector layer, the anchoring layer and the diffusion layer are 
sintered to each other. The anchoring layers comprise metal fibers and 
are less than 0.5 mm thick, but preferably more than 0.05mm. 
Preferably, the weight of the anchoring layers are less than 350 g/m^ but 
more than 40g/m^, and the porosity of this anchoring layers are more 
than 60% but less than 98%. 



In case the thickness is too large, the anchoring layer does not further 
improve the mechanical properties, in the mean time keeping the 
porosity of the mesh or expanded metal sufficiently high. The metal 
fibers of this anchoring layer start to penetrate the diffusion layer, which 
may decrease the air diffusing properties of this diffusion layer. 

The equivalent diameter D of the metal fibers used to provide the 
anchoring layer or layers. Is preferably larger than 2pm, or even larger 
than 8pm. Most preferably however, relatively thick fibers, having an 
equivalent diameter of more than 12pm, or even more than 22pm or 
35pm, are used. The average length L of the metal fibers used to 
provide the anchoring layer or layers may vary to a large extend. 
Preferably L/D is more than 5, most preferably more than 10 or even 
more than 20, 

With "equivalent diameter of a metal fiber*' is meant the diameter of an 
imaginary circle, which has the same surface as a cross-section of the 
metal fiber. 



The diffusion layer may comprise one or more metal mesfies or 
expanded metal sheets or sheets of foamed metal. IVIeshes is to be 
understood as woven, knitted or braided metal wires, combined into a 
sheet using l<nown knitting, weaving or braiding techniques. Meshes are 
also to be understood as welded mesh. The wires, used to provide a 
metal mesh have preferably a diameter of 0.5 mm to1 mm. The 
thickness of the mesh is preferably between 1 mm and 2 mm. Most 
preferably, an open mesh Is used, having an open area larger than 30%. 
The open area of a mesh Is calculated as 

Open area = 100 x(w««,pX Wweft) / ((w^^+ cl^)x(w«„,+dwef)) 

the distance between two wires in warp direction (warp wires) 
the distance between two wires in weft direction (weft wires) 
the diameter of the warp wires 
the diameter of the. weft wires 

Expanded metal sheets are to be understood as metal plate or foil, which 
is provided with a set of slots end which Is expanded in one or more 
directions of the plane of the plate or foil. The thickness of the metal 
sheet IS preferably less than 1.2mm. The open area, being the ratio of 
open space of the expanded metal sheet sample, compared to the total 
surface of the expanded metal sheet sample, in penaendlcular projection 
of such of the expanded metal sheet sample, is preferably more than 
30%. The thicknessxof the expanded metal sheet (once expanded) Is 
preferably between 0.8 mm and 2 mm. 

A sheet of foamed metal is to be understood as an essentially flat sheet 
of foam, provided out of a metal alloy, having a porosity in the range of 
85 to 98% and pore sizes in the range of 10 to 200Mm. the sheet of 
foamed metal preferably has a thickness in the range of 0.8 to 2mm. 



^warp 

Wweft = 
^warp "~ 

dweR " 
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Such wire meshes or expanded metal sheets or sheets of foamed metal 
provide a sufficient porosity and a sufficient planar air permeability to the 
wire mesh or expanded sheet when used in the stacl< as subject of the 
invention. 

5 

Possibly, a second metal fiber layer (contact layer), comprising metal 
fibers is sintered to the diffusion layer or layers at the side of the diffusion 
layer or layers which is not connected to the anchoring layers. 

10 In case a contact layer or layers are present, the porosity of the contact 

layers are less than 80% or even less than 75%. 
The equivalent diameter of the metal fibers used tQ provJdeJhe-SBCQnd 

metal fibers layer, so-called contact layer, is smaller than SOpm, most 

preferably smaller than 10|jm. Possibly, more than one sheet of metal 
15 fibers is used to provide the second metal fibers layer. 

The thickness of the contact layer is preferably less than 0.2mm- 

Preferably, the perpendicular air permeability of the contact layer is less 
than 200 l/min*dm^ most preferably even less than 150 l/min*dm^. 
20 With perpendicular air permeability is meant the amount of gas which is 

passed through the metal fibers layer in a direction perpendicular to the 
plane of the layer, measured using an underpressure of 200Pa, and 
measured using methods known in the art, such as a Textest FX3300. 
The perpendicular air permeability is expressed in l/min*dm^ 

25 

The planar air permeability of the stack as subject of the Invention, 
possible at both sides of the impermeable metal structure in case an 
anchoring layer, a diffusion layer and possibly a contact layer is present 
at both sides of the collecting layer, is preferably more than 0.02 
30 l/min*cm, and most preferably more than 0.2 l/min*cm. A diffusion layer 

as used to provide a stack as subject of the invention provides to the 
largest extend the planar air permeability to the stack, and hence a 



superior distribution of the reaction gas over the whole surface of the 
stack. 



With planar air permeability is meant the amount of gas which is passed 
through the metal fibers layers of the stack in a direction parallel to the 
plane of the layers. This planar air permeability is measured by taking a 
rectangular part of the stack, having a height of 2.5cm. This side is 
hereafter referred to as short side. The other side of the rectangular 
sample is referred to as long side. This rectangle is clamped between 
two seals of equal dimension, in such a way that the sides of the sample 
and the sides of the seals coincide. Air is sucked using an 
underpressure of 200Pa at the long side of the rectangular sample over 
a length, of 5 cm. The non-used length of the long side via which is 
sucked is sealed. The volume of air sucked is measured, and the 
permeability Is expressed in l/mln*cm. for which dm is the unity of length 
of the sample. Preferably, a length of 5 cm of the long side is used. 

The properties of the stack as subject of the Invention are further I 
improved by the presence of such a contact layer. In case such contact 
layers are present, the contact layers, obtaining reaction gas via the 
diffusion layer over its whole suriiace, retains the gas sufficiently to 
propagate the electrochemical reaction at Its reactive side, being the side 
of the contact layer. \«hlch contacts the adjacent PEM. Since the 
perpendicular air permeability of the second metal fiber layer is relatively 
low, a too quick consumption of reaction gas at the gas entrance of the 
stack is prevented, which results In a presence of reactive gas over the 
whole surface of the connection layer. Possibly, the side of the contact 
layer, which contacts the PEM, is provided with an appropriate catalyst. 
Alternatively the catalyst is present on the surface of the PEM. Due to 
the small equivalent diameter of the metal fibers used to provide the 
contact layer, and the density of this layer, a very high degree of contact 
between contact layer and PEM may be obtained, whereas the side of 



the layer contacting the PEM, is relatively soft. Metal fibers projecting out 
of the essentially flat surface of the contact layer, will not penetrate 
through the PEM when used, but will bend to the contact layer surface 
during assembly and use of the fuel cell or electrolyser. 
The "porosity" of the diffusion and anchoring and possibly the contact 
layer or layers is expressed as 

Porosity = 100 - Density. 

With "density" is meant 100 times the ratio of the weight per volume of 
the layer over the weight of an identical volume which exists for 100% of 

the metal allov of whinh thfi matal fiht^rQ ara_prf.»rgiarf ^ff,a-^Q|^^|;y-|^ 

expressed in percentage. 

Preferably the Impenmeable metal structure Is a metal foil or metal plate, 
most preferably provided out of stainless steel, Ni, Ni-alloys, e.g. 
Inconel®. or Tl. In case of stainless steel, preferably Fe-NI-Cr alloys are 
used such as alloys of the series AISI-300. preferably AISI 316L or Fe- 
Cr alloys such as alloys of the series AISI-400. 

Preferably the metal meshes and/or expanded metal sheets and/or 
sheets of foamed metal are provided out of stainless steel, Ni, Ni-alloys, 
e.g. Inconel®. or Ti. In case of stainless steel, preferably Fe-NI-Cr alloys 
are used such as alloys of the series AISI-300, preferably AISI 31 6L or 
Fe-Cr alloys such as alloys of the series AISI-400. 
The metal fibers, used to provide the anchoring layer or layers, and 
possibly the contact layer or layers, are preferably stainless steel fibers, 
Ni- or Ni alloy fibers or Ti-flbers. In case of stainless steel fibers, 
preferably Fe-NI-Cr alloys are used such as alloys of the series AISI- 
300, preferably AISI 31 6L or Fe-Cr alloys such as alloys of the series 
AISI-400. The metal fibers may be obtained by using presently known 



techniques, such as bundle drawing, coil shaving or any other production 
technique. 



Preferably all layers of the stack are provided out of the same metal or 
metal alloy. 

The diffusion layers, the collecting layer and the anchoring layer or 
layers, may be sintec^d to each other all at once during one sintering 
operation. Alternatively several sintering operations may be executed in 
order to obtain a stack as subject of the invention. Most preferably, the 
anchoring layer has not been sintered when it is provided between the 
collecting layer and he diffusion layer. In case also a contact layer or 
layers are provided to the stack, these contact layers may be sintered 
separately or may be provided unsintered to the stack before the layers 
are sintered to each other. 

The stack as subject of the Invention has in improved mechanical 
binding between the diffusion layer and the collector layer, due to the 
presence of the anchoring layer. Since the dimensions (thickness, 
weight and porosity) of this anchoring layer are kept to a minimum, the 
weight of the stack Is not Increases needlessly, but the mechanical 
consistence is improved overtime. Due to this improved mechanical 
binding, the electrical resistance measured over the layers of the stack, 
is kept to a minimum. The resistance Is even lowered as compared to 
identical stacks, notjjomprising such anchoring layer. 

A stack as subject of the invention has a transversal electrical resistance 
which is less than a stack, comprising similar layers, which Is not 
sintered, or a sintered stack, which does not comprise the anchoring 
layer. With transversal resistance is meant the electrical resistance 
measured between a point on the surface of the impermeable metal 
structure and the point of the side of the connecting layer to be used 
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against the PEM, which point is closest to the point of the impermeable 
metal structure. This low resistance is obtained thanks to the many 
contact points between several fibers being sintered to each other or to 
the collector layer. 

After sintering, possibly, but not necessarily, the layers may be 
impregnated with a hydrophobic or hydrophilic agent, e.g. 
polytertrafluoethylene such as Teflon® as hydrophobic agent. 

Such stacks may be used in a fuel cell, where at least two stacks as 
subject of the Invention are used. Between a contact layer of the first 
stadc^nd-a-contaet-layer^of-a-^eeond-^teck73-PE1\/h"sT^ 
sides of the PEM, necessary catalysts are present to propagate the 
electrochemical reaction wanted. To the diffusion layer of the first stack, 
H2 is provided, which flows through the whole diffusion layer (due to the 
relatively high planar air pemneability of the stack). At the PEM, a 
reaction as underneath is propagated: 

H2 -> 2 H* + 2e" 

This side of the fuel cell is referred to as anode. 
H* is conducted through the PEM to the opposite side of the PEM, 
whereas the e" is drained away through the electrically conductive 
connection and diffusion layer to the impermeable metal structure. 

The e- is guided via an electrical circuit to the other impermeable metal 
structure of the second stack. Again via the diffusion and connection 
layer of this second stack, the e" are provided to the electrochemical 
reaction at this side of the PEM, being the cathode side. 



Oa is provided to the diffusion layer of tliis second staclc, which is 
conducted through the connection layer to the surface of the PEM. Here 
a reaction takes place, using O2. e" and H* (provided through the PEM): 

O2 + 4 H* + 4 e- -> 2 H2O 

Since the optimal planar air permeability of the stack, and the relatively 
low perpendicular air permeability of the connection layers, the gasses 
are spread in an optimal way over the whole PEM surface. Further, since 
the low electrical transversal resistance of the stacks, the e- are 
conducted to the electrical circuit without a significant loss of power. 

A similar benefit Is made when the stacks are used in electrolysers. An 
identical combination of at least two stacks is provided. A detennined 
electrical tension is provided between the two impermeable metal 
structures. At the stack with a positive electrical tension on its 
Impermeable metal structure. H2O Is provided, which reacts at the PEM 
surface as: 

2H20-»02+4H* + 4e- 

The H* Is conducted through the PEM to the other side of the PEM, 
whereas the e' Is conducted via the metal fiber layers to the 
impermeable metal structure. O2 is easily evacuated since the high 
planar air pemneabiltty of the diffusion layer. 

At the other side, a reaction takes place: 
2 H* + 2 e- H2. 

Where H* is provided via the PEM and the e- are provided via the 
impermeable metal stmcture (being negative pole) and the metal fiber 
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layers. H2 is easily evacuated due to the high planar air permeability of 
the diffusion layer. 

Brief description of the drawings. . 

5 The invention will now be described into more detail with reference to the 

accompanying drawings wherein 

- FIGURE 1a, FIGURE lb and FIGURE 1c show schematically a 
stack as subject of the invention; 

- FIGURE 2 shows schematically an alternative stack as subject of the 
10 Invention; 

- FIGURE 3 shows schematically an altemative stack as subject of the 
IrwentierH — — 

- FIGURE 4 shows a detail of the connection between mesh or 
expanded metal sheet and metal plate or foil via metal fiber layer; 

15 - FIGURE 5a, FIGURE 5b and FIGURE 5c show schematically a test 

set up to measure the planar air permeability of a stack; 

- FIGURE 6 shows schematically a fuel cell as subject of the invention; 

- FIGURE 7 shows schematically an eiectrolyser as subject of the 
Invention. 

20 

Description of the preferred embodiments of the invention. 

An embodiment of a porous stack as subject of the invention is shown in 
Figure 1a, 1b and 1c. 

25 The stack 10 comprises a gas- and liquid impermeable metal structure, 

so-called collector layer 11. In the embodiment shown in Figure 1a, 1b 
and 1c, a metal plate provided out of stainless steel with alloy AISI 31 6L 
is used. The collector layer has a thickness of 0,4 mm- 



30 



To one side of the collector layer 11, a metal mesh 12a is sintered 
(Figure la). The mesh, preferably a woven metal wire mesh, comprises 
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metal wire of diameter 0.63 mm. Such woven mesh has a thickness of 
1 .26 mm and an open area of 44 %, 

Altematively, as show in Figure 1b, an expanded metal sheet 12b is 
sintered to the collector layer. The metal sheet was provided with a 
multitude of slits. Before stretching, the metal sheet had a thickness of 
0.6mm. After stretching (in order to provide an expanded metal sheet), 
the slits are changed into openings. The expanded metal sheet has a 
thickness of 0,95 mm and an open area of 54 % after expansion. 

Altematively, as show in Figure 1c, a sheet of foamed metal 12c is 
sintered to the collector layer. The sheet of foamed metal has a 
thickness of 1mm. a porosity of 90% and an average pore size in the 
rangeof 10to200|jm. 

Between the collector layer 1 1 and the wire mesh 12a or expanded 
metal sheet 12b. hereafter referred to as diffusion layer, and as subject 
of the invention, a fine layer of metal fibers is provided. 

This layer, hereafter refenned to as anchoring layer, comprises metal 
fibers which preferably but not necessarily arebundle drawn and which 
have an equivalent diameter of 22 mm. The layer has a thickness of 
0.4 mm, a weight of 300g/m* and a porosity of 87 %. 

Altematively, an anchoring layer comprising metal fibers having an 
equivalent diameter of 22pm, having a thickness of 0.1 mm, a weight of 
50 g/m* and a porosity of 90% may be used as well. 

Additional layers may be provided to the stack as subject of the 
invention, as shown in Figure 2. The stack 20 comprises a collector 
layer 21 , a diffusion layer 22 and an anchoring layer 23. which are 
identical to the conresponding layer of Figure la or Figure 1b. 



To the side of the diffusion layer, which does not contact the collector 
layer, a second metal fiber layer 24, being the contact layer, is provided. 

This contact layer 24 consists of sintered bundle drawn stainless steel 
fibers (Alloy AISl 136L) having an essentially circular cross-section with 
an equivalent diameter of 8 [Am. This contact layer 24 has a thickness of 
approximately 0,2 mm and a porosity of preferably 70%. 
An alternative stack 30 as subject of the invention is shown in Figure 3. 
This embodiment comprises a collector layer 31 , being identical to the 
collector layer of Figure 1. 



At both sides 35a and 35b of the collector layer 31 , a diffusion layer 32a 
and 32b is provided, each diffusion layer 32a and 32b being identical as 
the diffusion layer of Figure 2. 

According to the present invention, between the collector layer 31 and 
the diffusion layers 32a and 32b, an anchoring layer 33a and 33b is 
provided, similar to the anchoring layer 23 of Figure 2. 

Similar as in Figure 2, a contact layer 34a and 34b is provided to the 
sides of diffusion layer 32a and 32b. These contact layers 34a and 34b 
are identical as the contact layer of Figure 2. 

As shown in Figure 4, the contact and connection between layer 1 1 and 
mesh or stretch metal 12 is improved by the presence of the fiber 
layer 13. 

The fibers 41 of fiber layer 13 are sintered at one side to the collector 
layer 11 or to other fibers 41; at another side several fibers are sintered 
to the mesh or stretch metal 12. The number of connecting points 
between me^h or stretch metal 12 and collector layer 1 1 is drastically 
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increased. which has two advantages: the mechanical connection 
between both layer is Improved and due to the metal nature of the fibers, 
the electrical resistance over the connection of mesh or stretch metal 
and collector layer is decreased. 

The planar air permeability of stack 20, and of both sides 35a and 35b of 
stack 30. are measured as shown in Figure 5a to 5c. 
As shown In FIGURE 5a, a rectangular sample (501) of a stack, having a 
long side 502 and a short side 503 is clamped between two seals 504 by 
means of two clamps 505. The sealant material of seal 504 is preferably 
a HD PE-foam, having a thickness of approximately 10mm when not 
pressed. The clamps 505 are preferably made out of metal. All parts are 
kept together by closing means 506, e.g. a clip. 

This assembly Is placed on a sealant 507, which is provided with a hole.; 

having a diameter 510 (see figure 5b and 5c), located underneath the 

long side 502. The dimension 508 and 509 of the assembly is at least 2; 

cm larger than the diameter 51 0 of the hole. 

The height 515 of the short side 503 Is taken 2.5cm. 

In a section according to AA' in FIGURE 5b, and In the section according 

to BB' in FIGURE 5c, It Is shown that the assembly Is placed over the 

opening of a sucking device 512, e.g. a Textest FX3300, having a 

suction opening with a diameter 51 1 , which is at least equal to the 

diameter of the opening In the sealant 507. but which is smaller than the 

dimension 508 and 509. 

Air is sucked in direction 513 using an underpressure of 200Pa through 
the sample 501 of the stack, as Indicated with anrow 514. The volume of 
air sucked is measured per minute, and the air permeability is expressed 
as the volume per minute and per length unit of the diameter of opening 
510. 

The planar air permeability of stack 20 and of both sides 35a and 35b of 
stack 30 are 0.7 l/min*cm. 



-16- 



It was found that the porosity of contact layer 23, 34a or 34b does not 
nriake significant changes to this planar air permeability. 

The perpendicular air permeability of the contact layer 24, 34a and 34b 
is measured to be 123 l/min*dm^ for a contact layer of 70% porosity. 

The stacks 20 or 30 as subject of the invention may be used in an 
electrolyser or in a fuel cell, as shown in Figure 6 and Figure 7. 

JBgjuj3a£jsbaws-aJueU:ell-£0,-comprisln 

separated from each other using proton exchange membranes 61, 
between the contact layers of the stacks 20 or 30 and the REM 61 , 
appropriate catalysts are provided. 

O2 or H2 is provided to the stack in such a way that at both sides of the 
PEM, an electrochemical reaction takes place. The e" are collected 
through the contact and diffusion layers by the collector layers. 

The collector layers are connected to each other via an appropriate 
electrical connection device 62, which provided electrical current to be 
used by an electrical device or to a battery 63. 

In Figure 7, two stacks 20 are separated from each other by means of a 
catalyticaily coated PEM 71. 

An electrical tension is provided by a tension source 72 to the collector 
layers of the electrolyser. H2O being provided to the electrolyser, reacts 
electrochemically, providing O2 and Hg. 
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CLAIMS 

1. A stack, to be used in a fuel cell or electrolyser, comprising a 
collector layer, at least one diffusion layer and at least one anchoring 
layer, said collector layer being a metal foil or metal plate, said 
diffusion layer being a metal mesli or expanded metal sheet or a 
sheet of foamed metal, characterized in that said anchoring layer 
comprising metal fibers, said anchoring layer having a thicl<ness of 
less than 0.5mm, said anchoring layer being provided between said 
collector layer and said diffusion layer, said collector layer, anchoring • 
layer and diffusion layer being sintered to each other. 

2. A stack, to be used in a fuel cell or electrolyser as in claim 1 , 
comprising two diffusion layers and two anchoring layers, the first of 
said diffusion layere being present at one side of said collector 
layers, the second of said diffusion layers being present at the other 
side of said collector layers, said anchoring layers being present 
between said collector layer and said diffusion layers. 

3. A stack, to be used in a fuel cell or electrolyser as in claim 1 or 2, 
said anchoring layer having a weight of less than 350 g/m*. 

4. A stack, to be used In a fuel cell or electrolyser as In claim 1 to 3, 
said anchoring layer having a porosity of more than 60%, said 
porosity being less than 98%. 

5. A stack, to be used in a fuel cell or electrolyser as in claim 1 to 4, 
said diffusion layer having an open area of more than 30%. 

6. A stack, to be used in a fuel cell or electrolyser as in claim 1 to 5, 
said diffusion layer having a thickness of more than 1mm. 
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7. A stack, to be used in a fuel cell or electrolyser as in claim 1 to 6, 
said diffusion layer comprising a metal mesh, said metal mesh 
comprising metal wires having a diameter of more than 0.5mm. 

8. A stack, to be used In a fuel cell or electrolyser as in claim 1 to 6, 
said diffusion layer comprising an expanded metal sheet, said 
expanded metal sheet having a thickness of less than 1 .2mm. 

9. A stack, to be used In a fuel cell or electrolyser as in claim 1 to 8, 
said metal fibers of said anchoring layer having en equivalent 

^— diameter-of-more4han-2-iJm^ — — 

10. A stack, to be used In a fuel cell or electrolyser as in claim 1 to 9, 
said stack further comprising at least one contact layer, being 
sintered to the side of said diffusion layer which is not connected to 
said anchoring layer, said contact layer comprising metal fibers. 

1 1. A stack, to be used In a fuel cell or electrolyser as In claim 10, said 
metal fibers of said contact layer having an equivalent diameter of 
less than 30[jm. 

12. A stack, to be used in a fuel cell or electrolyser as in claim 10 or 1 1 , 
said contact layer having a thickness of less than 0.2mm. 

13. A stack, to be used in a fuel cell or electrolyser as in claim 10 to 12, 
said contact layer having a perpendicular air permeability of less than 
200 l/min*dm^ 

14. A stack, to be used in a fuel cell or electrolyser as in claim 1 to 13, 
said stack having a planar air permeability of more than 0.02 
l/min*cm. 
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15. A stack, to be used in a fuel cell or electrolyser as in clainn 1 to 14, 
said metal fibers of said anchoring layer being stainless steel fibers. 

16. A stack, to be used in a fuel cell or electrolyser as in claim 1 to 14, 
said metal fibers of said anciioring layer being Ni-fibers or Ni-alloy 
fibers. 

17. A stack, to be used in a fuel cell or electrolyser as in claim 1 to 14, 
said metal fibers of said anchoring layer being Ti-fibers. 

18. A stack, to be used in a fuel cell or electrolyser as in claim 1 to 17, 
said collector layer, said diffusion layers and said anchoring layers : 
being provided out of the same metal or metal alloy. 

19! A stack, to be used in a fuel cell or electrolyser as in claim 1 to 1 8.,all 
of said layers being provided out of the same metal or metal alloy ^ 

20. A fuel cell, comprising stacks as in claim 1 to 19. 

21. An electrolyser, comprising stacks as in claim 1 to 19. 

22. The use of a stack as In claim 1 to 19 in fuel cells or electrolysers. 
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ABSTRACT 

A stack, to be used in a fuel cell or electrolyser. comprises a collector 
layer, at least one diffusion layer and at least one anchoring layer. The 
collector layer being a metal foil or metal plate or foamed metal sheet, 
the diffusion layer being a metal mesh or expanded metal sheet. An 
anchoring layer having a thickness of less than 0.5mm and comprising 
metal fibers, is sintered between the collector layer and the diffusion 
layer. 
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Fig. 6 
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